JEWELRY MAKING

Ornament

Sterling silver sheet 26-gauge.
Cut and dome a disk.
Fine silver wire 20-gauge.
Bend four wires the same curve as the
chased lines on the socket.
Bend four shorter wires the same curve.
Make a ring to fit around the dome.
Notch the ring at intervals.
Make four balls; flatten slightly.

Joining the Ornament and the Socket
Bind and solder the eight wires to the four
sides of the socket.

Bind and solder the dome and ring to the

center top.

Solder the four balls in the corner spaces.

Joining the Socket and the Foundation
Sterling silver sheet 24-gauge.
Cut the sheet silver slightly larger than the
base of the socket.

Bind the socket to the silver foundation.
Solder in place.

Saw and file the foundation even with the
base of the socket.
File all edges smooth.
Clean and polish.
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